Dart Aerospace Ltd. 


• Date: 


User: 


Monday, 
7191200711:47:20 
AM 


Kim Johnston 
Process Sheet 


Written By 


Checked & Approved By 


Comment 


Each 
4 
Um: 
Qty: 


: BACK PANEL 


: 030231 
: 03023 REV A 


: N/A 
.A 
; ~lA 
: 7/30/2007 


Drawing Name 


Part Number 
Drawing Number 


Project 
Number 
Drawing Revision 
Material 


~ 
Due Date 


~~d 
..•......•..... 
J1. "",-£t~1-- 
: Est. 
C 
02.01.23 
Revised 
NG 


: CU-DAR001 Dart Helicopters Services 
: 33367 
: 11093 
: ~lA 
: 7/9/2007 
S.O. No. 
: tJ fA 


: N~I) 
: 
",/1"< 
Type 
: MACHINEDPARTS 
: 30304 


Customer 
Job Number 


Estimate Number 


P.O. Number 
This Issue 
Prsht Rev. 
First Issue 


Previous Run 


Additional Product 


Job Number: 


II111111111111111111111111111111111 


Seq. #: 


10 


Machine Or Operation: 


M2024T3S032 


I111111111111111111111111 


Description: 


2024-T3 .032 sheet 


111111111111111 


1111111I11111111111111111 


Comment: Qty.: 
3.0216 sf(s)/Unit 
Total: 
12.0863 sf(s) 


2024-13 .032 sheet 


Material: 2024-13 sheet (QQ-A-250/4) 0.032" 


Batch: It {oi.94J- 


2.0 
LARGE FAB 1 
LARGE FABRICATION 
RESOURCE 
1 


1111111111111111111111111 


Comment: LARGE FABRICATION 
RESOURCE 1 


1-Trace and Cut Out Panel Using DT8621 Jig 


3.0 


2-Drill Using Dt8621 
'~ 


3-Deburr 


QC5 
INSPECT WORK TO CURRENT STEP 


Comment: POWDER COATING 


Powder Coat Grey Sandtex (Ref: 4.3.5.6) as per QSI 0054.3 
/Jt1 ;' 


1111111 1111111I1I11111111 


1/11111111111111111111111 


Comment: INSPECT WORK TO CURRENT STEP 


4.0 
HAND FINISHING1 
HAND FINISHING RESOURCE #1 


1111111 1111I1111111111111 


Comment: HAND FINISHING RESOURCE #1 


Chemical Conversion Coat as per QSI 005 4.1 


5.0 
POWDER COATING 
POWDER COATING 


I111I1111I1I1111111111111 


Dart Aerospace 
Ltd 


W/O: 
WORK ORDER CHANGES 


DATE 
STEP 
PROCEDURE 
CHANGE 
By 
Date 
Qty 
Approval 
Approval 
Chief Eng I 
Prod Mar 
QC Inspector 


Part No: 
PAR #: 
_ 
Fault Category: 
_ 
NCR: Yes8 DQA:ill Date: (Btor&iJ 


QA: N/C Closed: __ 
Date: 
_ 


NCR: 
WORK ORDER NON-CONFORMANCE 
(NCR) 


Description 
of NC 
Corrective Action 
Section 
B 
Verification 
Approval 
Approval 
DATE 
STEP 
Section 
A 
Initial 
Action Description 
Sign & 
Section 
C 
Chief Eng 
QC Inspector. 
Chief Eng 
Chief Eng 
Date 


- 


NOTE: Date & initial all entries 


H:\fFORMS\Quality 
Assurance\approved 
QA\NCRWO 
RevD 


Date: 
Monday. 
7/9/200711:47:21 
AM 


,User: 
Kim Johnston 
Process Sheet 


Customer: 
CU-DAR001 
Dart Helicopters Services 
Drawing 
Name: BACK PANEL 


Job Number: 
33367 
Part Number: D30231 


Description: 


INSPECT POWDER 
COAT/CHEMICAL 
CONVERSION 


11111I1111111111111111111 


1111111111111111111111111 


Job Number: 
11111111111111111111111111111111111 


Seq. #: 
Machine Or Operation: 


6.0 
QC3 


111111111111111111111 
1111 


Comment: 
INSPECT 
POWDER 
COAT/CHEMICAL 
CONVERSION 


7.0 
PACKAGING 
1 
PACKAGING 
RESOURCE 
#1 


11111111111111111 
11I1111I 


Comment: 
PACKAGING 
RESOURCE 
#1 


Identifyan~St~xk 
Location:~ 


8.0 
QC21 


1111111111111111111111111 


Comment: 
FINAL INSPECTIONIW/O 
RELEASE 


Job Completion 
11111111111111111111111 
1111111111111111111111 


FINAL INSPECTIONIW/O 
RELEASE 


111111111111 
1111111111111111 
" 


/;0 fff~-(V 


Dart Aerospace 
Ltd 


W/O: 
WORK ORDER CHANGES 


DATE 
STEP 
PROCEDURE 
CHANGE 
By 
Date 
Qty 
Approval 
Approval 
Chief Eng I 
Prod Mar 
QC Inspector 


./ 


Part No: 
PAR #: 
_ 
Fault Category: 
_ 
NCR: Yes No 
DQA: __ 
Date: 
_ 


QA: N/C Closed: __ 
Date: 
_ 


NCR: 
WORK ORDER NON-CONFORMANCE 
(NCR) 


Description 
of NC 
Corrective Action 
Section B 
Verification 
Approval 
Approval 
DATE 
STEP 
Sign & 
Section A 
Initial 
Action Description 
Section C 
Chief Eng 
QC Inspector 
Chief Eng 
Chief Eng 
Date 


NOTE: Date & initial all entries 


H:\fFORMS\Quality 
Assurance\approved 
QA\NCRWO 
RevD 


2.50 
(lYP) 


1.970 


1.970 


0.049 
JOGGLE 
(SEE 
SECTION 
A-A, 
3 
PLACES) 


00.128 
(lYP 
46 
PLACES) 


/ 


1.970 


Ar 
L 
A 


oooo 


1 


1.30Jl 
I 
1~ 
j 
2.375 
PITCH 
j 
(lYP) 
j' 


I 
I. 
I 
I 


1 
I 
j 


I 


t 
I 


RO.88 
j 
(lYP) 


B ~-1lt- 
0.50 
~ 
~ 
r 
2~[~ 
(+ 
+) 
ii 


_______ 
' 
. 
I 
_ 
~ 


: 
~23-1 
F~T 
PATIERN 
Jl-~) 


•.... 
to 


N 
0>o 


2.375 
PITCH 
(lYP) 


0.375 
(lYFl) 


--h 
;! 


27.03 
ji 


28.10 
-I" 


25.28 


I 
0.000 
0.375 


1.660 
1.340 


D302.3-1 
BEND DETAIL 


SECTION B-B 
SCALE 1:1 
(BOTTOM EDGE ONLY) 


22.05 


RO.38 
(lYP) 


SECTION A-A 
SCALE 1:1 
(TYPICAL, 
EXCEPT WHERE SHOWN) 
II 


I 
.i 
II 


A 


OESIGN 
03023-1 
BACK 
PANEL: 
1) 
MATERIAL: 
2024-T3 
(OO,.!A-250!4) 
0.032 
THICK 
2) 
FINISH: 
ACID 
ETCH & 
ALbDINE 
PER 
DART OSI 
005 
4.1 
POWDER 
COATrGREY 
SANDTEX 
(REF 
4.3.5.6) 
PER 
DART OSI 
005 
4.3 
3) 
ALL 
DIMENSIONS 
ARE 
IN 
INCHES. 
4) 
TOLERANCES 
ARE 
PER 
DART OSI 
018 
UNLESS 
OTHERWISE 
NOTED. 


_02001 
Ill'__ MIIlISIW:I: 
I.1lL 


l"HiS 
DOCUMENT 
IS 
PRlVAlE 
AHO 
CONRDENTW.. 
AND 
IS 
SUPPlIED 
ON 
THE 
EXPRESS 
CONOiTIOf< 
THAT 
IT <; 
NOT 10 
BE usa> 
FOR Nt( 
PURPOSE 
OR 
COPIED 
OR CQMUUNtCATED m Nf'( 
011iER 
PERSON 
WTlHOUT 
WRITTEN 
PERWISSlON 
FROIot 
DART 
AEROSPACE 
LTD. 


01.05.18 
if 
DAAWN {(-? 


CH£ctiED4-- 
APl'R<MIJ 


01\1£ 


01.05.18 


NEW ISSUE 
.mrzs 


DRAWING 
NO. 
03023 


TI11.£ 


BACK PANEL 


SHEET 1 OF 1 


,,. 


